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[193011 ) m&z®.Mfj: ; xiixtommz-ezmsi^ 

-iWiB?BS±(c^/3c3 . 
-iaiB^aij«iSJfeT«gi©Ki«:^wp>nfc. ®{b* 

BtTlBBE^ISiCDJl 3 *U urn tLh"C* 0 . ftOftfiB f > £ 

jwf©j^3#i i o o^->^ hD-Ajy±r*5> ?g 

[19301 2 ] fJiaJg»«**SfR. HSMb^ft. 20 
T, TJVS*. ifciiafk^ai^A^fettS. 193? 
* 1 EttOJrKMtt*'^ » F. 

[S9301 3 3 BUffif >*;H1*«. mtZlsZhL. Ta 
P b y Ox©tffiE^-C«$#i*BMfc«»i<3?ifeSti*iSa 

ts-ck»&ttttojir**. »*9ii*fctt2ett<ojs*|c 

c 19301 4 ] ffi5STnm£mszz>5)imt<Dr£\icm— 
opfsmMmtt birrc m.m-<Dtpmmi)K mt? 

2>> Stfb^nA. mt^v-ir^ Ztctemitf > V X 
f->*#/*/r«r**». *fctt*>*Jl/£fi£«i*fctt* 30 

1 $ fctt 2 iB*S©j£fl»SS*^ » K. 

[89381 5 3 OTiB»— ©fpraJB©J?S#5 0 0t>^ 

hn-AfclT"C*S. M$«4tB^«#«4t'^y K. 

[M3oh6 3 Buiaa^*s. jut^sa. d-^a, 

*SP*i6il«?Snsfe©-C*4. i93014IBig©?l£tfci!g 

[S93017 3 B5IBT«SiH5fBE®S<fc©ra«c^-©cfi 
rfflSB*J»W6iirte0. teum©^®**. 40 

^Bia^ilftSttS&Jgi. ^*><!:©^£©®{b1»& 
SfA,ra*fcO-C*S. 193011 2 1B*!S©<&#«!S 

F. 

[t93oi8 3 wnafl»~©^rnj)i©»s*J2 oot>^ 

hP- Aj^Tf * & . 19301 7 lBiS©$ttfcnl&K s. F . 

[19301 9 3 fflfBBEttKDtSA&Kfctf. -«ft3EB©*S 
St6CCJ:«?«^Stir^S4>©T , «>5. 8*3017 SfcW 
8 fclBtS©«fcig£f^ „ F. 

[193011 o j m&*'<$mtj:;X)i£.<ommzi*:*>mm so 
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•^v F{cfflc^nsff^^0BSsn/ca^ss©i8 
(a) mmikm&m®±K.immzBm?zjMt. 

(c) »?,ti/cmfe^a^*«*Bf^*$tf#H«T-C 
JJH&U Bi)IBm^Wlg{**te^bS-t*EEmK«rJBfiS-r 

(d) BuiBflE^RhtCimS^^RSTSXgi^^r 
0 . tMBJEttlNteflgiftr -SXfI&©BE«&©J* 3 *< 1 

umtLkt?#>9 t #>ofSI2£>£;UJi©/I3#l 100 

[193011 i ] irsexg (b) tefcor. 
Jl±tc*-©ifi|iM;PS6<cftji34-i. ©4>RBS 
©±«eT**#iWian. ccr, strfB0-©4»iajja 

a*. fflt?--$t>. &{b*nA. g/cttgi 
><t©^©K^b«J*^-C&4*>. £fcte*>*.>i/c!: 

ns^B*^r«c*HT*s. man i oibis©^ 
[f93oii 2) aasnimfiBjfi— <o*iBjjB3&sKfb^5f 

>*^-Cfc£fe©-C*-5*&£*©J33j&J5 0 0*>y 
* I- D- A^T-C* 0 . SJS3 tl-SmifB»— ©tpRflUa* 

S»2 0 0 h a-A«Te*4. 8*3011 1 IB 

[19301 1 3 3 f&IBXg ( b ) tcfct^T. TSfii±lC8f 

s&fctjw 3*1. ^m-©*ra^©±tc0E 
«etuig***SHsn. cct. H?iBm— ©cfPa^n*!. 

^©!Mb«j%^t?asJB-c*s. 193011 OiBiS©^ 
[193011 4 3 mm2tlZffi&m~<D'PfBim<DB2tiS2 

m. 

[193011 5 3 g93<3H~9©t»-rti3&>— SfClBiS©« 

F©»jfiffir*->-c. 

193011 0~1 4©l»r*l*>— WC§B*8©^(C«fcor 
»&nfciUIU6«©. JBRS$ti/cffS^©TSCCC*tlfe^ 
&<£g©&Sg£l&< Ci(Cj:»JjKSi«c*SrH%JBliR-r 
5114. *LrWEffiffl*^)S63ti/ta«fflEi. ^ 
-©»&<!:£«•£ OT. yX^l/i. «S^3ia-5^*«(* 
*»E«acc«|&r i £mrfB?8!^«:®il 3 



3 

m i ^Qv^Ttifr-mttm.&mftmm^ ? f. 

«aBSt^9 K*«l*.-C&*. -f>$^*9 V7'J>$ 

o 

[^©ifcffl&t&BJ!) 

[0001] 

[&BJl©Wg] 

c o o o 2 ] ma»K 

[ o o o 3 ] Kmmvmi&iz. —sate. ^^Ks^ua 

>S?i8 (PZT) ^i^itiOSMt/cttPZT 

[0004] m&m&^v ?ULfcmmttm.*>tlZ>K.n 
^©Wtl/-C«, tl§¥4-126 7 8^fii 

tc, iSjc^^tf^-fes 9 ^^*«trfflir». C©g«tc 

3 tresis stifc. ffl/tlEiTffai-fAiPi 
^StlTl>4. i/c. #P3¥5-9 743 7^$g«: 

taw ^ titcnm* * usM/^mm ttphu sBEm/m 

[0 005] cn6<RtRIBtR©^«-fe 

SR{Wtt*-M» F©^Xji/£iB3;g{bU KJKftj&DHife 

[0 0 06] *#P3¥5-4 7 587f^«(C(t 

sis±{c^^^-r5^<**>6^60-^®i. ®ib 

A^HHTT^ftTU-S. Sfc, Japanese Journal of Applie 
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d Physics Part I. 1993, Vol.32, No.9B, 4144-41461C 

A. ^LTa^J12 0 0 0^>^Fa-A*SI)aL/. 
?6«:^y^fe«:j:0^?n/c/|tS2 3 oo+>y 
XFn-AgfiE©^£>I8i^:3>it$8 (PZT) 

^sBE^ia^w L-fcjs^f *igg^$ nrt^5. 
[0007] xmwmmt. c n ^©^letE©^* 

rmSi$>^JHl<b©ra, 3^»CCtt«gi)E«Bi© 

9 F©S?i»©*£S*t>£TW\ *fcffi(*«li^?F©i 
8H*fe£»fc5fc©-c*-l.. 
[0008] 

20 te. *^Hj^(ii;|2^gcD^-rSJl*>6©iSiJi?l*!HF 
3e©JI£:*>£3 C i T?flPfW"C& £ C i * jliti L/c. 
[000 9] St-, T. *&Wtt, «ffi^W<. « 
fig(Cgli/cM«:iati^ F©l§{ftSHE-©glJ-j£L<Tl,> 

[0 0 10] jt^^CC. *^(i t «t^S*()-Cjg 

^^©gwicrcis. 

[0 0 1 1 ] -e-or. *^fci^^*SS[#l<5:yX;b 
i'Ji'S^S-tt-SiSW-^s' Ft*. 
30 -«^-r-<#«ft«:S^T-2./cfc©?Rg*i^Snfc* 

i-5-©E^)a^^ttTmS i_h^@i iESf^ 

-Btriems!i®<!:fjieTm@i©rafca:w6ti/c t 

■C^a5tCi!S^3-a-Sfe©-C*i9. ftFfEEESK©J53AU 
wmt(±r*D. *>OBjffi*>*;l/a©/53*si 100 

h a-A«Jbr*-5>*>©. r$>-5„ 
[0012] #A9!tcj:&ift«MMt^ Ftt. ± 
ia?SflaSW^ 9 F©^^iJ^iT^<b©raS?cSiT 

a«4BEajBt©nnK:tfiBUi*3 &tcs»^-ca4*>©. 

[0013] */c. *^(cj:-6±ie®»P*^9 FtC 

so r>r. (a) m*ggkMmmfa±icM3bm*mf&rzxm 



(4) 
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(b) zmtMi.ic&mzi'Z^mb. rmffii. 

tmu. mrieBEmjsitriB(**iesfb$i±fftiJS*^fiS-r 
sxnt . ( d > mzKmm±tc±&m*mis,-r ^xii 

<L££A,-C&«3. Jg^fCtOiiaiS (b) lCtet,»-C* 
> £ rt/JB <t TSS <h ©R8 * fcttTSt <!: E^JSmrfgl* <t 
©RI]K:*raJI*^f!KU *OB?TiSES)S=&Jf5^-r4XS 
&©EH)g©/I S # 1 u mU±X*> 0 . iP^WiiZ * > * 

^momz&i i o o*>y* h p-A«±-c*^fc io 

©. 

[0014] 3^(C. *^tCj:2,?g{*iS^^ F©Sj 
ft/cEE1I]g©T^K;W&T*<iE©J£^£Rfc< c 

^BR^n/ca^8«<t. *x©sie&*«£L'C. 

2B*H C ilfii iMTft * (>©, 
[00 15] 20 

[JMOMHMW!!] 
«»WW^ y F 

a^Hcte^T. JP©/¥34s<fcW£3«iftHJ©/c«> 
[OOieiHltt. 4%$©3t3IOT<C*ittSiK{tolII* 

F<D«HHflr»«. J^ B B J£^*>e>sc-5ifr-©wg 

1 0 ltct*. jg[^i 0 2£ft-5£ra*ii9W'&JvCfcD. 
C©#E^1 0 2±K. SE-S*. SMMK1 03iU« 30 
X«2 0 2*jJ:<>'6${tE£JglI2 0 1 t. 3 6KWt*> 

Se>tCC©*:/2;UB2 0 3©±«CEES3R J f#<0j£i* 
CfDElf^tt, T^ffil 04t, EEtlMl 0 5 

<t. i o 6 tfrtbtez. m—omfo lout i 

tm& 1 0 8*iJgfiKS*i/c»X©*« 1 0 7 

ft. c yx;u& otohps 109*1, 

'M10 2 ivSffijKSSl 0 8*^OriiaLT»JSESn 
rte*. 

[0017] 2 P>K.m 1 ©)®<£i*»^ * F ©»—©»« 40 
1 0 lfc«fctf*©±(cfSW6ftfcJB«B©&*W®ia# 

[0018] C (MKfM »^ v F {*>£© <fc 5 fctfrfW 

4. mn#Tm& 1 0 4 i±ms 1 0 6 i©ratcai*n^ 
ft&£. Tisi 04i, esbsi 0 5i. ±mmi 0 
6 <t «t o & ^Hm^^fcj: o'Sib® 1 0 3 tc 
fe*. mm\ 0 2©*a*j^j>$ii-5. «£ 

1 0 2rtK^&UTt,>5$ft#j$<&ifc88l 0 
ft. ;X>\,\ 0 9 <fc 9 ft S. 
[0019] *i%Bjk:fcc»TW. Jiiaff^fla 1 0 5 #ts so 
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±. <fc9#£L<l*l~5Atm©ffiB<b;*ftT&-*>. 3 
^fSWCCteUTt*. ±ia*>£.iW12 0 3©^3 
#1 10 0^>nho-A«±, «F*0<t*l 200 
-lOOOOt^hP-AlS. Kt*l 
200-3 0 0 0*>i/X ho- AiSfvCfr*. E^ 
^©SJl* 1 y mtUKh? * C <t "C. ^?5S©S?(**« 
A*iJfiBfci£f*ig*K „ 6 ft 5. -f > 9 V> 

x. v vizmmK.%$^x.imwg. <M*.t£3 6 o d p i 

36tc, *^ia#e,©J|®i«:«tft(i. £>*.>Ug2 0 3 
©KJgtf 1 10 0t>«h n - AfcLfc<fc 3 ftfct&ii. 
ffitfiSi 0 3 4>«:*jws^©^4W^«:pi±t?tS 

[0020] ^IfeWJC^U-C, l&«:^*^-C/j:iI£^M 
tlT«. 8S=& 1 8I«% (atomic %) JrDW 
*U<B2 0M^-»%tLh^TJU^fc©*5Sf$Lt». 

•^^^X^t^^ftS^^^K^a^KiS (PZ 

l*«<b(,ttt. TI3©SCT*^3ft<5fflfiS*Wr^*>© 
*ipV6ft-5. 

[0021] Pb (Zr, Ti,., )0, +YPbO 
(CCC, 0. 40^X^0. 6> O^Y^O. 3r* 

?S<!:J:«ft-5>. ±IBPZT(C®H^ (^J^{*. "7^* 
•>^A-*^i8) *sM«:Jo^6ftfcfc©-c&orfe«l: 
li„ ^^©Jf^L/t^fffJi C-C^, TI2©^-C« 
fe3ft£fc©*«i&tf 6ft-2.„ 

[0022] PbTi. Zr, (A. B^.O.+e 
PbO+ ( fMgO) „ 

(CCt. At*. Mg. Co. Zn. Cd. Mn. te<fc 
{>'N i^6^tSgf^6jStK3n^2ffi©^$/ct*S 
b, Y. Fe. Sc. Yb, Lu. In. te^VCrfr 

z>t£Z>m&ibmviztiz>3ffi<D&m*2kL. bi*. n 

b, Ta. *5<tO*S b^<D^-5Sf^6jMtR3n5 5ffl© 

&m * tc t * w is <t o' t e h u *> ma> e miR $ ft ^ 6 m 

(D±1M&mi>. Sfca + b+c=l. 0. 35£a£ 

0. 55. 0. 2 5^b^0. 55. 0. Uc^O. 
4. O^e^O. 3. O^f SO. 15c. g = h=l 
/2. fUtn = 0T*^. fBb. A*i3ffi©^JSI?r 
SO. *>-7B3**6ffi©*W%*irc<kBtt<. ttcAtf 
2ffi©^S=&*L,. *^B^5«©^M*^-TJS^. e 
{*1/3=&^L,. ht*2/3£3IU StcAttMeZm. 

1. b*5n b zm-tm&cmK) . nBi^sr. ) 

XfiS^©JrO$f$H^ttWli l/Ttt. A*5MgM 
U, BA j N b ^rSSU. g^l/3%^0, -ei/rh*i2 
/ 3 £3tT 4> ©*^if <=, ft £. 

[0023] ±ta©ifflfiS«:*jur fc. ±iaL?ii<fc^tc. 
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*3P b«-£©fflj£>f© 1 8 ffiX-®L%U±.-&A,Xtj: £©# 

[0 02 4] 3 6.&C. AAJMg^b. BJiiN b 
i*. MgO*i±iatBHtC*-SCtr. &*aaf©Pb 
0©&JS*I%3\ *fcS i*«t©JSl6*«l*i|-r-5. 3 
£tc. MgO©#&BH^^£fa±3-tf*-'<a:/;*;>7 

h*a*£S<b-r*. 

[0025] 3 6>tc, Cft 6~ jfc&^fc ^ ^j;^© 

(,>rn«c*r>Tfc. ^©asitttfc&g-r -5 ss 

lOBa, Sr, La, Nd, Nb, Ta, Sb. B 10 
i. W. Mo. Ca. KZtfmmZtiX 4><U». L*)t> 
W. =j&#3iK:&-7T«0. 1 0*;U%JtTF<DS r. B 
a©ifcflJ#IEm#tt©&#K:£ 9»*LA>. HfiS 
fl-SiCC* -7 -CB 0 . 10 t^WTOM n, Ni ©SSJra 

[0026] *^{Cfct»-C«tom*S^*/c«Slg{b 
^gJ*^«fiS$n-£,(D*i« ; tOU. 01{C;S3n.&J?gJl 
K:*3l»-C» ffitttgl 03tt«<bg3RH2 0 14a<fcO'fItt 
£&2 0 2 £*>6fltJa3*VCft £. Jgt&£*£2 0 2O$f 

JI#W *Vm<D F- L,T«5 x l 0 

"~5x 1 o ,I cm- J fIS^5f^L< < 2/ce©J¥3tt 
0. 2-~3 w migg^tfS G < . £9*7* 0< 1X0. 5 

fc«t*xtt\ imm*i>)\>^~2. Til/ 5*-'. %VcMAtXi 

ji* $ fc«^3g< t&®(DS±< l c mm u -cjsi&s <t «fis 3 

[0027] $ fc. BHt&Xlf 2 0 1 ©iff 3 ttiftl • 0 
P-mlUT^t V< . J:«3i!?£b<ttift0. 5*imfc(T 30 

[0028] sfc. mitfy* )u^mutcn>^)vm 

2 0 3iB, itfZU<tem<t5 >fJVt. TaPbyO 

x (otm&tx-m 3 ti zmvto t v>&B&tfim& uus 

■oXbJ:^&. itf&l,<lZEMitZ>$Jl'X'$>i>. C(D 

ffcLT^/ciafCfc-^-C. &{b*>*Jl/<»:. TaPbyO 
x©jfflES^-C^3n5a$<b«5i(C^3n^. C©j&*S 

(DMm<Dm&x. t*>t>>\>mi*zcDmB*t%ija2itz>. 
*^(c*jc>-c. ^>$;m©^3*ii 1 op^->y^ 

©J13*^tt1-^>. ^L,TC©*§||{b&©/l3a*l 1 0 
•SCi-C, ±iBU/c<fc5fcriMbl£gt®tC:tel,>TSI§g3 

n/c^©^*sw5a>(cpiih3n^. c©asiiJ^T© so 



^i¥8- 1 12 8 9 6 
s 

8WCe«sl?«fflHU:. 2|E^#lf©-?-©^RKjag©^W 

te§Mmm&*i,>xmmmmmtoij>ti>ffi&v 

x * fciB#SMbli3RII«:«AT 2. t . BKbJI&©B!k££ 
Ttf. «{bt/cK<bSm^i1-SI5{ci«mb/c^*iD/cfe 
©-e#>s<j:,g*>ttfc. — ^r. £>*ji>Ji£*.&/?3y± 
ffiiSticir, l8©ffitfc%:Sr>*rt>Jicc:tet>rp.Eil: 
U KfbJl^S£rM6SH>£^CcT5C£aniJter<& 

^ct^mmsnito fc^Aj&oftAjp* ®{b 

n«£^©#S£©PI±ttTg«g<fc#;ti=>ft£C<bjfcP>. C 
© # > * H'JIK: «t £ iS©S'(b^^g'N©« A©PI±»5£ 

tt©E«8£f#*fc*K:U:Em)liii*SE#** 
r-|£lirfb3-lf£ C Lt.>. «fc-oTS8©gMb&iPI 

^©{SA«rtSIE9|!l±TSC<fc*iJhFgl/<. 

^mcomzimtmrn-^ v v<D&m*im*>tji\,*wmx 
©» * 1 1- » m 3 B±1B t tc t *s <3 -c* . 

T^Sl 0 4teJ:0£_tm@ 1 0 6 tt. EEm^-^mSi 

Xi*Z>. -?-©J»3«5ia^3n-C«fct>^. 0. 0 5~ 
2 MmSa*5JhF$LU„ 

[0030] *^©»* Lt>!Se«K: Jrftw: , Tlfii 
5? > H)Vm t <DWU,cm-(Dtpfflm&S$>»t3tlxrj; C 

com— (D'pmm^^ metier -^x, Tnmtz 
>z frm±cD®mmi&M2*i> r«®i^>^jbet 

£&*$9-c*o. ^tp-cm— ©tpr B i/i«2 1 o-c^sn 
i>mx*>z>„ *^©w* otiSgWKjrntf, . c©0 
-©<ttSB». mt**». mittui*. mit--?ir 
Jk */t«^b*>y^-f->*^-c&i. se-tc, gi] 
©2|s^w©jf s t/i\^«tc «tws . ccom— cD*pmm 

(J. ^> $^'Se^Src«^ * >^>)^©Kfb^5r 

A. K5i/>)A, ^•^S't'A. />;^-5A. *J«fc!>*e^ 
^PlfP>n. 5?>^^<te^i©^^ 

ST*U<«8 0 : 2 0-5 : 9 5ggT*5. 
TS®**e^*»6feS*i^, : 6£= 3 0 : 7 

0gg©^As-e©S«f4©r6j±©ta*>6S<>»* b 
life©©— o-c*&„ 

[003 1 ] *Bj*ffl#(C*j(,^T. r@*J^^^Jl^^ 
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5 0 0*>ifX ha-AJ«T<bSn 
Z>(D*Wtil,<. «fcDW35C<«5 0~2 0 0^->^ 

[0 03 2] ^^^©tfSU^ffi^Kcfcni* T 

t©^r©tJJRgjl£??&3#*c<i:(CJ:-?-C. T®S<b 

S. ft*J. Ifl— ©#113112 1 0 t»-©#ra®2 2 0 i\ 
*i|HRtCSW6nrfeJ:< . C©«fc-5Etjg(*iStt-w H / 

tf. C©gr-©frfflJit;t, BSfl:9 L »> &^/lT&&. * 
tc. S0©*^©fiP* l,l><z§«K:<fcfttf. C.to^— (Dtp 

ram*, *>*.Jk. ..^y^-Jk *sj:cxa^*e>3§!R3 
nsjyi Jt A > i ©££©®<t«j£^-c& c 

n-AJ£nF£3tt6©#»;iU< . .fcOJfSK «5 0 
[0033] £©Sil-©4j|igif &tawft^i t T^Si 

^©HIIS#S&d 3 1 ©5Jc#*i*P>n/c„ 05 
(a) «. *^K:j:^,jgftia^-v.y FtcteW-SEE^M 30 

©^^©WMffi^^s-f^s. Kmmi 0 5»$ 

-©WbI/12 2 0©WM*>6-«^B©i^S?i5 0 1 

tcto^fixsnr^c-s. — 05 (b) it, m—W 
ram 2 2 o&&tEorj:i>m£<»i£mm<Dm&m®ic>mm 
$£*«5£0-e£>& o ccx\ Kmmi 0 5«tiii o 

4©W®#><E>— £©/?S©titt©*£ll,&5 0 2*^JfiS3 

n, ^©±a5ccsc0©*ss*a5 o 1 DWi&zti-ctez. 
[0034] *mn>c<i:zm&mm^ ? f«. 

©<t^feii?ffll^ci#-c#4. 06«:*#feBj{cj; 
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(54) LIQUID JET HEAD 

(57)Abstract 

PURPOSE: To restrain an electrode from separating from its 
neighboring layer by making the thickness of a lead-containing 
piezoelectric film which forms a piezoelectric element larger than a 
specified value and the thickness of a tank layer between a vibrator 
and a lower electrode larger than a specified value in a mechanism of 
driving a piezoelectric element, deflecting a vibrator, and jetting out a 
liquid in a liquid chamber through a nozzle. 

CONSTITUTION: A space which becomes a liquid chamber 102 is 
provided in the first substrate 101 which is comprised of a single 
crystal silicon, and a main diaphragm 202 as a diaphragm 103 and a 
silicon oxide layer 201, and a tantalum layer 203 which contains 
tantalum oxides are formed on the liquid chamber 102. A 
piezoelectric element which is comprised of a lower electrode 104, a 
piezoelectric film 105 and an upper electrode 106 is formed on the 
tantalum layer 203. The first substrate 101 is bonded with the second 
substrate where a liquid channel is formed, and an opening as a 
nozzle is formed at the joint, communicating the liquid chamber 102 
with the liquid channel. The piezoelectric film 105 is a lead-containing 
piezoelectric film with a thickness of 1jim or more and the tantalum 
layer 203 is 1 100 angstroms or more in thickness. 
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CLAIMS 



[Claim(s)] 

[Claim 1] The injection head which is characterized by providing the following and which makes a liquid inject from a 
detailed nozzle. The single crystal silicon substrate in which the liquid room for holding the liquid which this head should 
carry out - injection was formed. - The nozzle which is open for free passage in the aforementioned liquid room. - The 
diaphragm formed on the aforementioned liquid room. - The lower electrode and upper electrode the piezoelectric film 
which comes to contain the lead formed on the aforementioned diaphragm, and whose piezoelectric film of its are pinched. 
[Claim 2] The fluid injection head according to claim 1 which the aforementioned diaphragm becomes from silicon, a silicon 
compound, a zirconia, an alumina, or a zirconium nitride. 

[Claim 3] The fluid injection head according to claim 1 or 2 which is a layer in the state where the crystal phase with the 
oxide by which the aforementioned tantalum layer is expressed in the empirical formula of TaPbyOx as tantalum oxide is 
intermingled. 

[Claim 4] The fluid injection head according to claim 1 or 2 which is the thing in which come to prepare the first interlayer 
between the bottom electrode of the above, and the aforementioned tantalum layer, and this first interlayer comes to 
contain the oxide of an alloy with a tantalum, a platinum group, or titanium coming [ titanium oxide, a chrome oxide, nickel 
oxide, or a tungstic oxide ]. 

[Claim 5] The fluid injection head according to claim 4 whose thickness of the first interlayer of the above is 500A or less. 
[Claim 6] The fluid injection head according to claim 4 whose aforementioned platinum group is what is chosen from the 
group which consists of a ruthenium, a rhodium, palladium, an osmium, iridium, and platinum. 

[Claim 7] The fluid injection head according to claim 1 or 2 which are the metal with which it comes to prepare the second 
interlayer between the bottom electrode of the above, and the aforementioned piezoelectric film, and this second 
interlayer is chosen from a tantalum, nickel, and a platinum group coming [ titanium oxide ] t and the thing which comes to 
contain the oxide of an alloy with titanium. 

[Claim 8] The fluid injection head according to claim 7 whose thickness of the second interlayer of the above is 200A or 
less. 

[Claim 9] The fluid injection head according to claim 7 or 8 whose crystalline structure of the aforementioned piezoelectric 
film is the thing which uniform globular form crystal grain comes to constitute. 

[Claim 10] The manufacturing method of the silicon substrate in which the piezoelectric device used for the injection head 
which is characterized by providing the following, and which makes a liquid inject from a detailed nozzle was formed, (a) 
The process which forms a diaphragm on a single crystal silicon substrate, (b) It is a metal tantalum layer on this 
diaphragm. Lower electrode. And it is [ the process which carries out the laminating of the piezoelectric film precursor to 
order, and forms it in it, and ] oxygen about the single crystal jsilicon substrate (c) Obtained. 

[Claim 11] In the aforementioned process (b), the laminating of the first interlayer is further carried out on a metal 
tantalum layer, and the laminating of the lower electrode is carried out on this first interlayer. here The first interlayer of 
the above Titanium oxide, a chrome oxide, nickel oxide, or a tungstic oxide, Or the method according to claim 10 of being 
the layer which comes to contain the metal chosen from the group which becomes a tantalum, a platinum group or an alloy 
with titanium, and a row from titanium, chromium, nickel, and a tungsten coming [ the oxide of an alloy with a tantalum, a 
platinum group, or titanium ]. 

[Claim 12] The way according to claim 1 1 the thickness is 500A or less when the first interlayer of the above by whom a 
laminating is done is the thing which comes to contain titanium oxide, a chrome oxide, nickel oxide, or a tungstic oxide, and 
the thickness is 200A or less when it is the layer which comes to contain the metal chosen from the group which the first 
interlayer of the above by whom a laminating is done becomes from titanium, chromium, nickel, and a tungsten. 
[Claim 13] The method according to claim 10 of being the layer in which the laminating of the second interlayer is further 
carried out on a lower electrode, the laminating of the piezoelectric film precursor is carried out on this second interlayer 
in the aforementioned process (b), and the second interlayer of the above comes to contain the oxide of the alloy of a 
tantalum, nickel and the metal with which it is chosen from a platinum group, and titanium here coming [ titanium oxide ]. 
[Claim 14] The way according to claim 13 the thickness of the second interlayer of the above by which a laminating is 
carried out is 200A or less. | 

[Claim 15] It is the manufacturing method of a fluid injection Head given in any 1 term of claims 1-9. The process which 
forms the space which serves as a liquid room by removing the silicon of the position corresponding to the lower part of 
the piezoelectric film by which the silicon substrate obtained by the method of a publication was formed in any 1 term of 
claims 10-14, And the method of coming to contain the process which closes the space which should serve as the 
aforementioned liquid room while joining the silicon substrate in which the aforementioned space was formed, and the 



second substrate and making the aforementioned liquid room open for free passage a nozzle and the liquid supply system 
which supplies the liquid which should be injected to the aforementioned liquid room. 
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DETAILED DESCRIPTION 



[Detailed Description of the Invention] 
[0001] 

Background of the Invention] 

The field this invention of invention relates to the fluid injection head which can especially be used as an ink-jet recording 
head about the fluid injection head used suitable for a fluid injection recording device. 

[0002] The fluid injection recording device represented by the background technical ink-jet recording head makes the ink 
of the liquid interior of a room inject from a nozzle by having a liquid room, a nozzle, the fluid injection head that has liquid 
passage, and an ink supply system, and giving energy to the ink constituent currently filled in the liquid interior of a room. 
This injected ink constituent is made to adhere to a record medium, and a character, image information, etc. are recorded. 
Generally a means to pressurize the liquid interior of a room, using a piezoelectric device as a means to give energy to an 
ink constituent, or a means to heat liquid indoor ink using a heater is known. 

[0003] Let composition of a piezoelectric film be the three-component system which generally added the third component 
to the binary system which makes titanic-acid lead zirconate (PZT) a principal component, or PZT. 
[0004] The piezo-electricity / electrostriction membrane type actuator with which the laminating of the first electrode 
layer, a piezoelectric film, and the second electrode layer was carried out one by one, and they were formed in this 
substrate, for example using the RASEMIKKUSU substrate which contains a lead element in JP,4-12678,A as an example 
of the piezoelectric film considered for application on a fluid injection head to be possible are indicated. Moreover, the 
piezo-electricity / electrostriction membrane type element which becomes JP,5-97437,A from the ceramic substrate of 
thin meat, and the electrode, and the piezo-electricity / electrostriction layer prepared on this ceramic substrate are 
indicated, when forming a fluid injection head using technology given in these official reports, it is shown in JP.5-97437.A - 
- as — a substrate thin-walled part — a diaphragm — carrying out — the space of the lower part — a liquid room — 
then, it is good 

[0005] However, since the element given in these official reports uses the ceramic substrate, it is difficult for it to make 
the size and thickness of a thin-walled part small. Consequently, densification of the nozzle of a fluid injection head is 
carried out using these elements, and, generally it can be said to be difficult to realize the picture of high resolution. 
Furthermore, the ceramic substrate is expensive and, also economically, these elements are hard to be referred to as 
advantageous. 

[0006] Moreover, the thin film capacitor of the structure which carried out the laminating of the first electrode; which 
becomes JP.5-47587.A from the conductor which contains silicon on a substrate, the second electrode which comes to 
contain tantalum oxide, a platinum electrode, a dielectric film, and the upper electrode one by one is indicated.. Moreover, 
the element with the piezoelectric film set to j Japanese Journal of Applied Physics Part 1.1 993, Vol.32, No.9B, and 4144- 
4146 from titanic-acid lead zirconate (PZT) With a thickness of about 2300A which carried out the laminating of a silicon- 
dioxide layer, 500A of tantalum layers, 500A of titanium layers, and the 2000A of the platinum layers, and was further 
formed of the sol gel process on the single crystal silicon substrate is indicated. 

[0007] this invention person etc. tried manufacture of a fluid injection head using the element given [ these ] in reference. 
Consequently, it checked that a cavity will be formed in the silicon-dioxide layer which often constitutes a diaphragm. 
Furthermore, ablation of an electrode layer was further observed between the electrode and the piezoelectric film between 
the electrode and the tantalum layer by the case. These lower the yield of manufacture of a fluid injection head, and spoil 
the reliability of a fluid injection head. 
[0008] 

[Summary of the Invention] This invention persons found out that it could suppress because formation of the cavity in the 
silicon dioxide which constitutes the above-mentioned diaphragm this time controls the thickness of a tantalum layer. 
Moreover, this invention person etc. found out that the ablation from the layer which the above-mentioned electrode 
aajoins could be suppressed by making a specific layer intervene. 

[0009] Therefore, this invention is reliable and sets offer of a fluid injection head excellent in the performance as the 
purpose. 

[0010] Furthermore, this invention sets offer of the manufacturing method of a fluid injection head which can manufacture 
a fluid injection head by the high yield as the purpose. \ 
[0011] And the injection head which makes tlje liquid by this invention inject from a detailed nozzle - Single Crystal Silicon 
Substrate in which Liquid Room for Holding Liquid Which Should be Injected was Formed, - Nozzle Which is Open for Free 
Passage in the Aforementioned Liquid Room.jand Diaphragm Formed on the - Aforementioned Liquid Room. - \> 
Piezoelectric Device Which Consists of a Lower Electrode Piezoelectric Film Which Comes to Contain Lead Formed on 

r 



; the Aforementioned Diaphragm, and whose Piezoelectric Film of Its are Pinched, and an Upper Electrode, And by coming 
| to have the tantalum layer which comes to contain the tantalurfi oxide prepared between the - aforementioned diaphragm 
; and the bottom electrode of the above, driving the aforementioned piezoelectric device, sagging a diaphragm, and changing 
; the volume of a liquid room that whose aforementioned tantalum layer thickness the liquid in the aforementioned liquid 
1 interior of a room is made to inject outside through a nozzle, arid the thickness of the aforementioned piezoelectric film is 
■i 1 micrometers or more, and is 1100A or more — it comes out .j 

\ [0012] moreover, the thing by which the fluid injection head by ithis invention comes to prepare an interlayer further 
: between the tantalum layer of the above-mentioned fluid injection head, and a lower electrode, or between a lower 
; electrode and a piezoelectric film — it comes out 

? [0013] Moreover, the process which is the manufacturing method of the silicon substrate in which the piezoelectric device 
used for the above-mentioned fluid injection head by this invention was formed, and forms a diaphragm on (a) single 
crystal silicon substrate, (b) The process which carries out the laminating of a metal tantalum layer, a lower electrode, and 
the piezoelectric film precursor on this diaphragm at order, and forms, (c) The process which heats the obtained single 
crystal silicon substrate under the atmosphere containing oxygen, is made to crystallize the aforementioned piezoelectric 
film precursor, and forms a piezoelectric film, (d) In the above-mentioned process (b), an interlayer is formed between a 
tantalum layer and a lower electrode or between a lower electrode and a piezoelectric film precursor by the case coming 
[ the process which forms an upper electrode on the aforementioned piezoelectric film ]. and the thing whose 
aforementioned tantalum layer thickness the thickness of the piezoelectric film after the process which forms the 
aforementioned piezoelectric film is 1 micrometers or more, and is 1100A or more — it comes out 

[0014] Furthermore, the manufacturing method of the fluid injection head by this invention The process which forms the 
space which serves as a liquid room by removing the silicon of the position corresponding to the lower part of the 
piezoelectric film in which the silicon substrate obtained by the above-mentioned method was formed, and the process 
which closes the space which should serve as the aforementioned liquid room while joining the silicon substrate in which 
the aforementioned space was formed, and the second substrate and making the aforementioned liquid room open for free 
passage a nozzle and the liquid supply system which supplies the liquid which should be injected to the aforementioned 
liquid room — ** — the thing which it comes to contain — it comes out 
[0015] 

[Detailed Description of the Invention] 

The fluid injection head by the fluid injection head this invention is explained using a drawing. In addition, it sets all over 
drawing, membranous thickness and a membranous size are expanded or reduced for explanation, and the ratio of each 
size is not exact 

[0016] Drawing 1 is the perspective diagram of the fluid injection head in the example of this invention. It comes to 
prepare the space used as the liquid room 102 in the first substrate 101 which consists of single crystal silicon, and comes 
to form in it the tantalum layer 203 which contained tantalum oxide further first on this liquid room 102 with the oscillating 
back shroud 202 as a diaphragm 103, and the oxidization silicon layer 201. Furthermore, a piezoelectric device is formed 
on this tantalum layer 203, and this piezoelectric device consists of the lower electrode 104, a piezoelectric film 105, and 
an upper electrode 106. The first substrate 101 has the second substrate 107 in which the liquid passage 108 was formed 
joined, and the opening 109 as a nozzle is open for free passage to a part for this joint through the liquid room 102 and the 
liquid passage 108, and it comes to form it in it 

[0017] The expanded sectional view of the layer structure furthermore prepared the first substrate 101 of the fluid 
, injection head of drawing 1 and on it is drawing 2 . 

; [0018] This fluid injection head operates as follows. If voltage is impressed between the lower electrode 104 and the upper 
i electrode 106, the piezoelectric device and diaphragm 103 whiph consist of the lower electrode 104, a piezoelectric film 

105, and an upper electrode 106 will deform and bend, and the volume of the liquid room 102 will be decreased. 
' Consequently, the liquid which it is full of in the liquid room 102 pushes on the liquid passage 108, and a liquid is injected 
! from **** and a nozzle 109. 

[0019] In this invention, it is the piezoelectric film in which the above-mentioned piezoelectric film 105 comes to contain 
lead, and comes to make 1 micrometers or more of the thickness into the range of 1-5 micrometers more preferably. 
Furthermore, in this invention, it comes to make 1100A or more of about 1200-10000A of thickness of the above- 
mentioned tantalum layer 203 into 1200-3000A more preferably. By setting thickness of a piezoelectric film to 1 
micrometers or more, the fluid injection head in which high-density fluid injection is possible is obtained. For example, the 
fluid injection head which becomes printable [ high resolution (for example, 360 or more dpi) ] in the ink-jet record method 
is obtained. Furthermore, according to the experiment of this invention persons, as a result of making thickness of the 
tantalum layer 203 into 1 100A or more, it turns out that generating of the cavity in a diaphragm 103 can be prevented 
effectively. 

[0020] In this invention, the thing which comes to contain lead 20 atoms several % or more more preferably more than 18 
several % (atomic %) atoms is desirable as a piezoelectric film which comes to contain lead. What makes a principal 
component a lead titanate and the titanic-acid lead zirconate (PZT) called so-called binary system as an example with a 

. desirable piezoelectric film is mentioned. What has the composition expressed with the following formula as a more 
desirable example is mentioned. 

\ [0021] Pb(ZrX Ti1-X) 03+YPbO (here, it is 0.40<=X<=0.6 and 0|<=Y<=0.3) 

| Moreover, the third component (for example, magnesium niobici-acid lead) may be further added to the above PZT with 
L which the thin film piezo-electric-crystal element by this invention is called so-called three-component system. What is 
! expressed with the following formula as a desirable example of Ithree-component system is mentioned. 
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[0022] PbTia Zrb c 0(Ag Bh)3+ePbO+(fMgO) n (here, A) The divalent metal or Sb chosen from the group which consists of 
Mg, Co, Zn, Cd, Ijrfn, and nickel, The trivalent metal chosen from the group which cjonsists of Y, Fe, Sc, Yb, Lu, In. and Cr is 
expressed. B The metal of 6 ** chosen from the group which consists of a metal bf the pentavalence chosen from the 
group which consists of Nb, Ta, and Sb, or W and Te is expressed. Moreover, although it is a+b+c=1, 0.35<=a<=0.55, 
0.25<=b<=0.55, OLK=c<=0.4, 0<=e<=0.3. 0<=f<=0.15c, g=h=1/2, and n= 0 however, the case where g expresses one third, 
and h expressesjtwo thirds, and A expresses Mg, and B expresses Nb when A expresses a trivalent metal, B does not 
express the metal of 6 **, A expresses a divalent metal and B expresses a pentavalent metal — as long as — n 
expresses 1 

As a more desirable example of three-component system, A expresses Mg, B expresses Nb, g expresses one third, and 
the thing to which h expresses two thirds is mentioned. 

[0023] Also in the above-mentioned composition, as described above, Lead Pb is 20 atoms several % or more preferably 
[ containing 1 8 atoms several % or more under the composition, and becoming ]. and more preferably. 
[0024] Furthermore, when A expresses Mg and B expresses Nb, evaporation of PbO under heat treatment is prevented, 
and a reaction with Si substrate is suppressed because MgO is in the above-mentioned range. Furthermore, existence of 
MgO stabilizes the perovskite phase which raises a piezo-electric property. 

[0025] Furthermore, even if it is in any of these binary system and three-component system, in order to improve the 
piezo-electric property, Ba, Sr, La, Nd, Nb, Ta, Sb, Bi, W, Mo, calcium, etc. of a minute amount may be added. Especially, if 
it is in three-component system, addition of Sr not more than 0.10 mol % and Ba is desirable for an improvement of a 
piezo-electric property. Moreover, since addition of Mn not more than 0.10 mol % and nickel improves the degree of 
sintering if it is in three-component system, it is desirable. 

[0026] As for an oscillating object, in this invention, it is desirable to consist of silicon or a silicon compound. In the mode 
shown in drawing 1 , it comes to consist of diaphragms 103 an oxidization silicon layer 201 and an oscillating back shroud 
202. As a desirable example of the oscillating back shroud 202, the layer which doped boron and was obtained is 
mentioned to silicon. As an amount of the dope of boron, about [ 5x1019 to 5x1020cm - ] three are desirable, and the 
thickness has desirable about 0.2-3 micrometers, and it is about 0.5-1 micrometer more preferably. Moreover, according 
to another desirable mode of this invention, a diaphragm may be formed from a zirconia, an alumina, and a zirconium 
nitride. Moreover, the laminating of the layer of these quality of the materials is carried out on the layer of silicon or a 
silicon compound, and it may be formed with a diaphragm. 

[0027] Moreover, the thickness of the oxidization silicon layer 201 has desirable about 1.0 micrometers or less, and it is 
about 0.5 micrometers or less more preferably. 

[0028] Moreover, it is a layer in the state where the crystal phase of tantalum oxide and the oxide expressed with the 
empirical formula of TaPbyOx is intermingled preferably, in the tantalum layer 203 containing tantalum oxide. Although 2 
tantalum oxide, tantalum pentoxide, and those phases are mixing tantalum oxide, it is tantalum pentoxide preferably. Before 
this tantalum layer sinters a piezoelectric film precursor so that a postscript may be carried out, it is preferably formed as 
a metal tantalum layer. And a metal tantalum is changed into tantalum oxide and the oxide expressed with the empirical 
formula of TaPbyOx by the lead which oxidized and has been diffused from the piezoelectric film precursor in case a 
piezoelectric film precursor is sintered in the atmosphere containing oxygen. A tantalum layer makes the thickness 
increase before and behind the process of this sintering. In this invention, the thickness after crystallization of a 
piezoelectric film is completed as tantalum layer thickness is 1100A or more is meant. And generating of the cavity 
observed in a silicon-dioxide layer which was described above by preparing a tantalum layer from which the thickness after 
this crystallization becomes 1100A or more is prevented effectively. Although this reason is considered as follows, it does 
not mean that this invention is interpreted by this in limitation. It was thought that the cavity in the above-mentioned 
oxidization silicon layer was produced as a result of lowering the melting point of oxidization silicon and liquefied 
oxidization silicon's blowing off outside, when the lead which has been diffused frbm the piezoelectric film precursor in 
crystallization process according to analysis of the formation process, such as this invention person, invaded into the 
oxidization silicon layer. It was found out that it is able to prevent leaden diffusion in a tantalum layer and to make it not to 
result to an oxidization silicon layer by making a tantalum layer exist more than a certain thickness on the other hand. If 
the melting point of oxidization silicon will not fall below to crystallization temperature at least even if there is a leaden 
invasion, since it is thought that prevention of generating of a cavity is possible, prevention of invasion in the oxidization 
silicon layer of the lead by this tantalum layer does not need to be performed completely. However, in order to obtain the 
piezoelectric film of a good property, it is desirable to crystallize a piezoelectric film precursor at an elevated temperature 
to some extent. Therefore, as for invasion in a leaden oxidization silicon layer, preventing as much as possible is desirable, 
and, generally being prepared thickly can say that tantalum layer thickness is desirable in the range which does not spoil 
the performance of a fluid injection head. The desirable thickness is as having described above. 

[0029] Moreover, the lower electrode 104 and the upper electrode 106 which form a piezoelectric device in this invention 
can use what is commonly used as an electrode of a piezoelectric device, for example, can use gold for platinum and a 
platinum-alloy row preferably. Although the thickness may be determined suitably, about 0.05-2 micrometers is desirable. 
[0030] According to the desirable mode of this invention, it comes to prepare the first interlayer between a lower 
electrode and a ( tantalum layer. By making this first interlayer exist, the adhesion of a lower electrode and a tantalum layer 
is improved andlablation with a lower electrode and a tantalum layer can be prevented effectively. The cross-section 
enlarged view of a fluid injection head with which the first interlayer was prepared is as being shown in drawing 3 , and the 
first interlayer is" a layer shown by 210 all over drawing. According to the desirable mode of this invention, this first 
interlayer comes to contain titanium oxide, a chrome oxide, nickel oxide, or a tungstic oxide. Furthermore, according to the 
desirable mode of another this invention, this first interlayer comes to contain the oxide of an alloy with a tantalum, a 
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platinum group, or titanium. Here, a ruthenium, a rhodium, palladium, an osmium, iridium, and platinum are mentioned, and 
the platinum group of platinum isjdesirable. Alloy composition with a tantalum and platinum is 80: 2 Q to about 5:95 
preferably. When a lower electrode consists of platinum, an about [ tantalunrplatinum =30:70 ] alloy is one of the most 
desirable things from a viewpoint ;of improvement in the adhesion. 

[0031] Suppose that the meaning! which includes not only when the metal itself which constitutes a layer "it comes [ a 
metal with a layer ]* exists as a layer in this specification, but the case where it exists in the state where invade into the 
layer which a metal approaches, and the layer which distributes or adjoins mutually, and a clear layer is not constituted 
uses. Therefore, although this first interlayer's thickness may be unable to be specified clearly, it is about 50-200A 
preferably [ considering as 500A or less ], and more preferably. 

[0032] According to the mode with a still more desirable this invention, it comes to prepare the second interlayer between 
a lower electrode and a piezoelectric film. By making this second interlayer exist the adhesion of a lower electrode and a 
piezoelectric film is improved and ablation of a lower electrode and a piezoelectric film can be prevented effectively. The 
cross-section enlarged view of a fluid injection head with which the second interlayer was prepared is as being shown in 
drawing 4 , and the second interlayer is a layer shown by 220 all over drawing. In addition, the first interlayer 210 and 
second interlayer 220 may be prepared simultaneously, and such a fluid injection head is also included by this invention. 
According to the desirable mode of this invention, this second interlayer comes to contain titanium oxide. Moreover, 
according to the desirable mode of another this invention, this second interlayer comes to contain the oxide of the alloy of 
a tantalum, nickel and the metal chosen from a platinum group, and titanium. Here, the meaning of what "is become 
including a metal with a layer" is as having described above. Moreover, although the thickness may be unable to be clearly 
defined in the second interlayer, in the manufacturing method which carries out a postscript, it is in the state before 
crystallization of a piezoelectric film, and is about 50-1 00A preferably [ considering as 150A or less ], and more preferably. 

[0033] The result as a result of preparing this second interlayer, except that the adhesion of a lower electrode and a 
piezoelectric film has been improved, that the crystalline structure of a piezoelectric film is also unexpectedly made into 
uniform globular form crystal grain was obtained. And the improvement of the voltage distortion constant d31 of the 
piezoelectric device in the fluid injection head by this invention was found. Drawing 5 (a) is the cross-section extention 
mimetic diagram of the crystalline structure of the piezoelectric film in the fluid injection head by this invention. The 
uniform globular form crystal grain 501 comes to consist of piezoelectric films 105 the second interlayer s 220 interface. 
On the other hand, drawing 5 (b) is the cross-section extention mimetic diagram of the crystalline structure of a 
piezoelectric film in case the second interlayer 220 does not exist Here, the pillar-shaped crystal grain 502 of thickness 
fixed from the interface of the lower electrode 104 is formed, and, as for a piezoelectric film 105, it comes to form the 
globular form crystal grain 501 in the upper part 

[0034] The fluid injection head by this invention can be used, for example in the following modes. Drawing 6 is the 
conceptual diagram of the mountjng structure of the fluid injection head by this invention, the first substrate 101 in which 
the piezoelectric device and the liquid room were formed, and the second substrate 107 in which the liquid passage 108 
was formed — joining — a nozzle 109 and liquid introduction — a hole 304 is formed liquid introduction — a hole 304 side 
is surrounded by the substrate 301, and the liquid room 303 is formed A liquid is supplied to this liquid room 303 from the 
exterior. A base material 301 is attached in the mounting substrate 302. 

[0035] Moreover, drawing 7 (a) and (b) are the plans and cross sections of an actual use mode of a fluid injection head by 
this invention. The fluid injection head in drawing forms a nozzle 401 in the second substrate 107 in which the liquid 
passage 108 was formed, and has composition which joined the first substrate 101. By considering as such composition, it 
becomes possible to arrange the liquid room 102 alternately, as shown in drawing 4 (a), and to arrange a nozzle 401 on a 
straight line moreover. Therefore; when the array pitch of a nozzle 401 can be made into the half of the array pitch of the 
liquid room 102 and a liquid roomjsize is set to 100 micrometers, it becomes possible to arrange a;nozzle by the density of 
about 400 dips. That is, it is advantageous at the point whose further densification of a nozzle becomes possible. 
[0036] The manufacturing method of the fluid injection head by this invention is explained to the manufacture pan of a 
fluid injection head below. Drawing 8 (a), (b), and (c) are the cross sections showing a manufacturing process until it forms 
a piezoelectric device and a liquid room in the first substrate 101. In addition, in this cross section, a direction 
perpendicular to space turns into the depth direction of a liquid room. 

[0037] The first substrate 101 which consists of single crystal silicon is heated and oxidized thermally in temperature of 
about 1100-1200 degrees C, and the oxidization silicon layer 201 with a thickness of about 3000-5000A is formed in both 
sides of a substrate 101. Next the lower part of the oxidization silicon layer 201 is made to diffuse boron at 1000 degrees 
C from one side of a substrate 101, and the oscillating back shroud 202 is formed. A photoresist film is formed in both 
sides of the obtained substrate 101, and opening is prepared in the front face of an opposite side the side which formed 
the diaphragm 103. Opening is processed for the oxidization silicon layer 201 in fluoric acid and the solution of an 
ammonium fluoride, and opening 204 is formed. 

[0038] Then, the first interlayer 210 and/or the second interlayer 220 are formed on the oxidization silicon layer 201 of 
the first substrate 101 by the tantalum layer 203, the lower electrode 104 and the piezoelectric film 105, and also the 
case. These formation may be performed using the various thin film production technique used commonly. As the 
technique of desirable thin film production, the sputtering method, a chemical-vapor-deposition (CVD) method, a sol gel 
process, etc. are mentioned. j 

[0039] Even if it forms the layer which comes to contain the metal chosen from the group which consists of a tantalum, a 
platinum group, an alloy with titarpium or titanium, chromium, nickel, and a tungsten as the first interlayer here It oxidizes 
according to the process of crystallization of a piezoelectric film precursor which carries out a postscript and is changed 



into the layer which finally consists of a tantalum, a platinum group, the oxide of an alloy with titanium or titanium oxide, a 
chrome oxide, nickel oxide, or a tungstic oxide, and-layer thickness is made to increase in that case. Therefore, wher) 
forming the layer which comes to contain a tantalum, a platinum group or an alloy with titanium, and the metal chosen from 
the group which becomes a row from titanium, chromium, nickel, and a tungsten in manufacture of a fluid injection head, it 
is necessary to take the increase in layer thickness into consideration, and to consider that it becomes the value which 
final layer thickness described above. When forming the layer which comes to contain titanium, chromium, nickel, and the 
metal chosen from the group which consists of a tungsten, the First interlayer 500A or less can be obtained after 
crystallization of a piezoelectric film precursor by considering as 50-200A or less preferably. On the other hand, the? layer 
which comes to contain titanium oxide, a chrome oxide, nickel oxide, or a tungstic oxide does not change most of the 
thickness before and after crystallization of a piezoelectric film precursor. Therefore, the thickness may be made into 
500A or less in front of the process of crystallization of a piezoelectric film precursor. 

[0040] Furthermore, when the layer which it is going to form is an alloy, you may form an alloy layer by the plural 
simultaneous sputtering method and the sputtering method using the alloy target of desired composition. You may form 
the tantalum-platinum-alloy layer which contains direct oxygen by the reactive-sputtering method in the atmosphere 
which furthermore contains oxygen gas. 

[0041] Moreover, as for formation of a piezoelectric film, it is desirable to be carried out as follows. 
[0042] First, a piezo-electric-crystal film precursive amorphous-like body membrane is formed by sputtering on an 
electrode layer (in the case on the second interlayer), using the PZT sintered compact of a specific component as a target 
of sputtering. 

[0043] The precursor of the shape of amorphous [ this ] of a degree is heated, and it crystallizes, and is made to sinter. As 
for this heating, it is desirable to be carried out by dividing into two stages into oxygen atmosphere (for example, inside of 
oxygen or the mixed gas of oxygen and inert gas, such as an argon). That is, an amorphous-like precursor is crystallized in 
the first heating process. And the second heating process **** grows up the produced crystal grain, and promotes 
sintering of crystal grain further. Specifically, the first heating process heats a precursive body membrane at the 
temperature of 500-700 degrees C preferably in oxygen atmosphere. A precursive body membrane is crystallized by 
heating. This first heating process may be ended when a precursive body membrane crystallizes homogeneously. Then, the 
second heating process heats the crystallized film at 750-1100 degrees C. 

[0044] The first heating process and the second heating process may be performed continuously, and after the first 
heating process, after cooling a film to a room temperature, the second heating process may be performed again. 
[0045] The structure shown in drawing 8 (a) as mentioned above is acquired. 

[0046] After processing the piezoelectric film 105 formed as mentioned above by HOU fluoric acid solution, processing the 
lower electrode 104 by aqua-regia solution further and removing an unnecessary portion, the upper electrode 106 is 
further formed on a piezoelectric film 105, and a piezoelectric device is formed. As a result, a substrate serves as 
structure shown in drawing 8 (b). 

[0047] On the piezoelectric device of this substrate, the protective coat 204 which consists of a photopolymer is formed. 
If needed, a part of the protective coat is removed, and you may consider as an electrode takeoff connection. 
[0048] Then, formation of the liquid room 102 to the substrate in which the protective coat 205 was formed can be 
flooded with the solution which can dissolve the silicon substrate 101, for example, potassium-hydroxide solution, and can 
be performed by **********jng the single crystal silicon substrate 101 from the opening 204 of the oxidization silicon 
layer 201. And etching removal of the oxidization silicon layer 201 can be carried out in fluoric acid and the solution of an 
ammonium fluoride, and the first substrate of the structure shown in drawing 8 (c) can be obtained. 

[0049] The second substrate 107 in which the liquid passage 108 as shown in drawing 1 was formed in this first substrate 
is joined, and a fluid injection head is obtained. 

[0050] In addition, it is desirable to take into consideration the field direction of the crystal of the first substrate which 
consists of single crystal silicon in manufacture of the above fluid injection head. About the desirable concrete technique, 
WO 93/No. 22140 official report has an indication. ! 
[0051] 

[Example] Although this invention is further explained to a detail based on the following examples, this invention is not 
limited to these examples. 

[0052] In addition, unless it refused especially, each size shown in this example at drawing 1 was set [ room / liquid / 
102 / electrode / lower / 104 / micrometers / L= 100 / andmm / W= 15 /, and / piezoelectric film / L1=1 18micrometer 
and W1=17mm, and / 105 ] to Lu=82micrometer and Wu=1 5.8mm about Lp=88micrometer and Wp=16mm, and the upper 
electrode 106. Moreover, the cross section of the liquid passage 108 was taken as 40-micrometer angle. 
[0053] The first substrate which consists of single crystal silicon of an one example direction (110) was oxidized thermally 
at 1 100 degrees C, and the oxidization silicon layer was formed in both sides of a substrate 5000A in thickness. Next, the 
lower part of an oxidization silicon layer was made to diffuse boron at 1000 degrees C from one side of a substrate, and 
the diaphragm was formed. The thickness of an oscillating back shroud set concentration of 1 micrometer and boron to 
1020cm-3. 

[0054] Next, with the side which prepared the diaphragm, the photoresist was formed in both sides of a substrate, the 
photoresist was removed on the surface of the opposite side, by fluoric acid and the solution of an ammonium fluoride, the 
oxidization silicon layer was ********** e d and opening was formed. At this time, it is [0055] in the depth direction of 
opening, i.e., a direction perpendicular to space. \ \ 
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Or [0p56] j 
[External Character 2] j 

<ll|2> j 

It considers as a direction. After exfoliating a photoresist, the laminating of a tantalum layer, the first interlayer, a lower 
electrode, and the piezoelectric film was carried out to the diaphragm side of a substrate as follows at order. That is, on 
the oxidization silicon layer by the side of a diaphragm, by the sputtering method, the metal tantalum was formed at 200, 
500, 600, or the thickness of 1000A, and 50A of platinum was further formed in the thickness of 2000A for titanium after 
that. ' 

[0057] Furthermore, RF-sputtering membrane formation was performed without heating of a substrate in argon 
atmosphere, using as a target the sintered compact shown by composition Pb0.95Sr0.05Zr0.28Ti0.35Mg0.1 23 Nb0.247 03+ 
(90-mol%) PbO _(ten-mol%). And the piezoelectric film precursor with a thickness of 3 micrometers was formed on the 
substrate. Next the substrate in which the piezoelectric film precursor was formed was sintered at 900 more degrees C 
by 650 degrees C in oxygen atmosphere for 1 hour for 1 hour. Patterning was carried out by **********ing a piezoelectric 
film by hoe fluoric acid solution after sintering, and **********jng a lower electrode by aqua-regia solution. 
[0058] Furthermore, patterning of the titanium was carried out as an adhesion layer and an upper electrode by the 
sputtering method on the piezoelectric film by forming 50A in thickness, and gold 2000A in thickness, and **********ing 
them in the solution of iodine and potassium iodide after this. 

[0059] On the field in which the piezoelectric device of the obtained substrate was formed, the protective coat which 
consists of a photosensitive polyimide was formed in 2 micrometers in thickness, the protective coat of an electrode 
takeoff connection was removed by development, and it heat-treated at 400 degrees C. 

[0060] Next, the field by the side of the piezoelectric device in which the protective coat was formed was protected with 
the fixture, the dipping was carried out to potassium-hydroxide solution, anisotropic etching of a single crystal silicon 
substrate was performed from opening of an oxidization silicon layer, and the liquid room 102 was formed. At this time, the 
field direction of a single crystal silicon substrate is (110), and the depth direction of opening is [0061] further. 
[External Character 3] 

<1 1 2> 
Or [0062] 

[External Character 4] 
<1 1 2> 

Since it is a direction, the field of the side attachment wall which forms the side of the depth direction of a liquid room can 
be made into a field (111). When potassium-hydroxide solution was used, the ratio of the etching rate of the field (110) of 
single crystal silicon and a field (111) became about 300:1, was able to suppress side etching to about 1 micrometer, and 
was able to form the slot with a depth of 300 micrometers. Etching removal of the oxidization silicon layer which is in 
contact with the substrate was carried out in fluoric acid and the solution of an ammonium fluoride, fixing a substrate to 
the aforementioned fixture, and the first substrate was completed. 

[0063] The fracture surface of the first obtained substrate was observed with the scanning electron microscope, and the 
existence of the cavity in tantalum layer thickness and an oxidization silicon layer was investigated. The result was as 
being shown in the 1st next table. 
[0064] 
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Moreover, as a result of carrying out the component analysis of the piezoelectric film by EPMA, the lead composition in a 
piezoelectric film was 18 several % atoms. It was checked that a metal tantalum does not exist but the crystal phase of 
tantalum pentoxide and the crystal phase of a tantalum pentoxide-lead-oxide compound are furthermore intermingled by 
the X^ray diffraction method when a piezoelectric film is analyzed. 

[0065] By carrying out injection molding of the plastics, it pasted up with liquid passage and the second really formed 
substrate, and the first substrate whose tantalum layer thickness obtained as mentioned above is 600 and 1000A was 
used 'as the fluid injection head. The fluid injection experiment was conducted using this fluid injection head. When applied 
voltage to a piezoelectric film was set to 15V, using a drainage system 1 ink constituent as a liquid, the fluid injection speed 



in the portion into which it separated from the nozzle 5mm in [ any ] the fluid injection head was 15 m/sec. 
[0066] The first substrate was prepared like the example 1 except having changed the titanium layer thickness formed on 
a tantalum layer before crystallization of example 2 piezoelectric film. The fracture surface of the obtained substrate was 
observed with the scanning electron microscope, and the existence [ layer / platinum / which is a lower electrode / this 
titanium layer and ] of ablation, and the existence of the irregularity on the front face of a piezoelectric film were 
investigated. The result !was as being shown in the 2nd next table. 3 
[0067] i 
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The first substrate was further prepared like the example 1 except having made example 3 tantalum layer thickness into 
1000A, having carried out the tantalum-platinum alloy (tantalum : platinum 50:50 [ about ]) as the first interlayer, and 
having carried out the laminating of the 2000A of the 500A of the platinum as a lower electrode further on the tantalum 
layer. In addition, the tantalum-platinum alloy was formed by carrying out the laminating of 50A of platinum, and the 50A of 
the tantalums by the sputtering method by turns. The piezoelectric film front face was observed with the metaloscope 200 
times, and the fracture surface of a substrate was further observed with the scanning electron microscope. Consequently, 
ablation of a layer, the irregularity on the front face of a piezoelectric film, and the cavity in a layer were not observed. 
[0068] The first substrate was prepared like the example 1 except having formed with 2000A of platinum as 50A of 
titanium, and a lower electrode 104 as the example 4 first interlayer, and having formed 50A of titanium in the upper part 
as the second interlayer further. According to the X-ray diffraction method about the obtained substrate, the diffraction 
line from the crystal of a titanium dioxide was observed from the portion corresponding to the second interlayer. 
Furthermore, the fracture surface of a substrate was observed with the scanning electron microscope. Consequently, 
ablation of a layer, the irregularity on the front face of a piezoelectric film, and the cavity in a layer were not observed. 
Furthermore, according to observation of an operation electron microscope, the piezoelectric film is constituted by 
uniform globular form crystal grain, and pillar-shaped crystal grain was not observed at all. Moreover, the piezo-electric 
distortion constant d31 of the piezoelectric device of this substrate was 170 pC/N. 

[0069] The substrate was prepared like the above except having not formed 50A of titanium as the second interlayer for 
comparison. As a result of observing the fracture surface of the substrate with a scanning electron microscope, about 
5000A of pillar-shaped crystal grain was formed upwards from the interface with a lower electrode, and globular form 
crystal grain was formed in the upper part. Furthermore, the piezo-electric distortion constant d31 of the piezoelectric 
device of this substrate; was 150 pC/N. 



[Translation done.] 



